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(54) COMPOSITE SALT OF POLYPHOSPHORBC /SCOP WHTO 
AND PROCESS' FOI^ PRODUCOMG THE SAME 

(57) A melamine - melam • melem double salt of a 
polyphosphoric acid, which has a solubility of frorn 0.01 
to 0. 10 g/1 00 ml in water (25°C) . a pH of from 4.6 to 7.0 
as a 10 wi% aqueous slurry (25°C), and a melamine 
content of from 0.05 to 1.00 mol. a melam content of 
from 0.30 to 0:60 mol and a melem content of from 0.05 
to 0.80 mol. per mol of the phosphorous atom; and 

A process for producing the above mentioned mela- 
mine • melam * melem double salt of a polyphosphoric 
acid, which comprises the following steps (a) and (b): 

(a) a step of obtaining a reaction product by mixing 
melamine and phosphoric acid at a temperature of 
from 0 to 330°C in such a ratio that the melamine is 
from 2.0 to 4.0 rhols per mol of the phosphoric acid 
(as calculated as orthophosphoric acid content), 
and 

(b) a step of baWng the reaction product obtained in 
step (a) at a temperature of from 340 to 450°C for 
from 0.1 to 30 hours. 
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Description 
TECHNICAL FIELD 

[0001] The present invention relates to a melamine • 
melam • melem double salt of a polyphosphoric acid 
and a process for its production. The present invention 
further relates to a melamine • melam • melem double 
salt of a polyphosphoric acid having a small melamine 
content and a high melem content, and a process tor its 
production. 

RACKQRQUND ART 

[0002] With respect to baked products of melamine 
* and phosphoric acid, melamine orthophosphate^melaT 
mine pyrophosphate and melamine polyphosphate 
have, for example, been known, and there have been 
many reports on processes for their production. For 
example. JP-B-40-28594 discloses a process for pro- 
ducing baked melamine phosphate having part of mela- 
mine orthophosphate remained, which comprises 
baking melamine orthophosphate at a temperature of 
from 180 to 250°C. However, it has been pointed out 
that the melamine phosphate is a complex of melamine 
ortiophosphate and melamine pyrophosphate, and has 
no adequate water resistance. 

[0003] U.SP. 3,920,796 cfisdoses a formation of mela- 
mine pyrophosphate by baking melamine orthophos- 
phate at a temperature of from 170 to 325°C. 
[0m] Further, U.S.P. 4,950.757 discloses a process 
for producing melamine pyrophosphate by reacting 
pyrophosphoric acid with melamine in an aqueous 
medium at a temperature off from 0 to 60°C. 
[0C05J JP-A-61 -126091 discloses a process for pro- 
ducing melamine condensed phosphate which com- 
prises reacting condensed phosphoric acid and 
melamine in a solid phase substantially in the absence 
of an aqueous medium under a temperature condition 
of from naturally generated heat temperature to 170°C. 
[0006] K is known to employ urea as a condensation 
agent in the production of a polyphosphate. For exam- 
ple, JP-B- 53-21 70 discloses a process for producing a 
polyphosphoric acid amide (amide polyphosphate) con- 
taining amide-type nitrogen, which is obtainable by 
using ammonium orthophosphate. orthophosphoric 
acid, condensed phosphoric acid, phosphoric anhy- 
dride, urea phosphate, or a mixture thereof, as a phos- 
phoric acid source, and a cyanamide compound such 
as melamine, dicyan cyanamide, guanidine or guanyl 
urea, as a nitrogen source, and subjecting a mixture 
thereof to a heat condensation reaction in the presence 
of urea, urea phosphate or a mixture thereof, as a con- 
densation agent. As the production conditions, it is dis- 
closed to carry out the heat condensation in a ratio of 
urea/phosphoric acid (as H 3 P0 4 )/cyanamide com- 
pound = 0.8-1.5/1/0.05-1 (molar ratio) in an ammonia 
gas atmosphere at a temperature of from 150 to 350°C 
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for from 10 minutes to 5 hours, preferably from 1 to 4 
hours. 

[0007] A.C.S. Symposium Series No. 425 "Fire and 
Polymers-, chapter 15. p. 211-238. American Chemical 
Society. Washington. D.C., 1990. discloses that melam 
ultraphosphate is formed by heating melamine phos- 
phate [melamine/phosphorus atom = 1/1 (molar ratio)] 
at a temperature of from 330 to 410°C. 
[0008] Many proposals have been made up to present 
with respect to utilization of melamine phosphate as a 
flame retardant. For example. JP-A-53-49054 discloses 
a polyamide resin composition having the flame retar- 
dancy improved by adding an inorganic filler and mela- 
mine phosphate to a polyamide. 
[0009] JP-A-61-126091 discloses that melamine con- 
densed phosphate is effective as a flame retardant for a 
thermoplastic resin such as a polyester, a polyamide or 
a polyolefin. a thermosetting resin such as phenol or 
urethane epoxy, or a cellulose material. 
[001 0] The melamine polyphosphate or the melamine 
condensed phosphate as disclosed in the above-men- 
tioned prior art can hardly be used effectively as a flame 
retardant for a resin having a high molding temperature, 
since desorption of melamine is substantial when 
heated at a temperature of at least 300°G 
[001 1 ] The present invention is to overcome the draw- 
backs of the above-mentioned prior art and to present a 
melamine • melam • melem double salt of a polyphos- 
phoric acid, which is useful for a wide range of applica- 
tions as a flame retardant and which is produced from 
melamine ^ arid ^ prwsphoric acid as starting materials, 
and a process for its production. 

piftHLOSURE OF THE INVENT ION 
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[0012] The process tor producing a melamine • mela- 
rh • melem double salt of a polyphosphoric acid, accord- 
ing to the present invention, will be described. 
[0013] The process tor producing a melamine * mela- 
40 m • melem double salt of a polyphosphoric acid which 
has a solubility of from 0.01 to 0.10 g/100 ml in water 
(25°C), a pH of from 4.0 to 7.0 as a 10 wt% aqueous 
slurry (25°C), and a melamine content of from 0.05 to 
1 .00 mol, a melam content of from 0.30 to 0.60 mol and 
46 a melem content of from 0.05 to 0.80 mol, per mol of the 
phosphorous atom, comprises the following steps (a) 
and (b): 
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(a) a step of obtaining a reaction product by mixing 
melamine and phosphoric acid at a temperature of 
from 0 to 330°C in such a ratio that the melamine is 
from 2.0 to 4.0 mols per mol of the phosphoric acid 
(as calculated as orthophosphoric acid content), 
and 

(b) a step of baking the reaction product obtained in 
step (a) at a temperature of from 340 to 450°C for 
from 0:1 to 30 hours. 
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[0014] Further, the process for producing a mela- 
mine • melam • melem double salt of a polyphosphoric 
acid having a low melamine content and a high melem 
content according to the present invention, will be 
described. 

[001 51 The process for producing a melamine • mela- 
m • melem double salt of a polyphosphoric acid which 
has a solubility of from 0.01 to 0.10 g/100 ml in water 
(25°C). a pH of from 4.0 to 7.0 as a 10 wt% aqueous 
slurry (25°C). and a melamine content of from 0.05 to 
0.40 mol, a melam content of from 0.30 to 0.60 mol and 
a melem content of from 0.30 to 0.80 mol, per mol of the 
phosphorous atom, comprises the following steps (a) 
and(b): 

(a) a step of obtaining a reaction product by mixing^ 
melamine and phosphoric acid at a temperature of 
from 0 to 330°C in such a ratio that the melamine is 
from 2.0 to 4.0 mols per mol of the phosphoric acid 
(as calculated as orthophosphoric acid content), 
and 

(b) a step of baking the reaction product obtained in 
step (a) at a temperature of from 340 to 450°C for 
Irom 0.1 to 30 hours, while returning a sublimate of 
the melamine to the system, and discharging the 
formed ammonia out of the system. 

[0016] And, in step (a) of the present invention, the 
phosphoric acid is preferably an aqueous orthophos- 
phoric arid solution having an orthophosphoric acid 
concentration of at least 50 wt%. 
[0017] Next the melamine • melam • melem double 
salt of a polyphosphoric acid of the present invention is 
a melantihe* melam "melem double salt of a chain 
polyphosphoric acid or a melamine • melam • melem 
double salt of metaphosphoric acid, of the general for- 
mula (1): 

a(MmH) 2 0 • p(MdH) 2 0 • y(MpH) 2 0 • i>P 2 0 5 (1 ) 

(wherein Mm represents melamine, Md represents 
melam, Up represents melem, H represents a hydrogen 
atom, P represents a phosphorus atom, O represents 
an oxygen atom, and a, p, 7 and 5 represent positive 
numbers, having an interrelation of 1 s(a+p+r)/S<2) . 
[001 8] The melamine (Mm) is 2,4,6-triamino-1 ,3,5-tri- 
azine of the formula (2): 



CgHeNe (2). 



(2)- 



ammonia desorbed therefrom. 

[0020] The melem (Mp) is 2.5.8-triamino- 

1 ,3,4,6,7,9,9b-heptaazaphenalene of the formula (4): 
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[0019] The melam (Md) is (N-4,6-diamino-1,3,5-tri- 
azin-2-yl)-1.3,5-triazine-2.4,6-triamine of the formula 

(3): 



CbHbNh 



(3). 
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C 6 H 6 N 10 



(4). 



This is a 1,3,5-triazine derivative having two molecules 
of melamine condensed to have two molecules of 
ammonia desorbed therefrom. 

P RIFF DESCRI PTION DF THE DRAWINGS 
[0021] 

Figure 1 is a graph of the differential thermal analy- 
sis of the melamine • melam • melem double salt of 
a polyphosphoric acid obtained in Example 1. 
Figure 2 is a powder X-ray diffraction pattern of the 
melamine 0 melam • melem double salt of a 
polyphosphoric acid obtained in Example 1. 



[0022] In Figure 1 , symbol 1 indicates a curve showing 
the results of the differential thermal analysis (DTA), 
symbol 2 indicates a curve showing the results of the 
25 thermogravimetric analysis (TG). and symbol 3 indi- 
cates a curve showing the results of the time (minutes) 
and the temperature (°C). 



RFST MODE FpR CARRYING OUT THE INVENTION 



This is a 1,3,5-triazine derivative having two molecules 
of melamine condensed to have one molecule of 



[0023] The melamine. the phosphoric acid, etc., to be 
used in step (a) of the present invention may be those 
which are commercially available. 
[0024] As the phosphoric acid, orthophosphoric acid, 
ss pyrophosphoric acid or polyphosphoric acid may, for 
example, be used, but orthophosphoric add is pre- 
ferred. For an aqueous orthophosphoric acid solution, 
one made by either a thermal process or a wet process 
may be used as a solution having an orthophosphoric 
40 acid concentration of at least 50 wt%. However, the 
higher the orthophosphoric acid concentration, the bet- 
ter, and particularly preferred is a thermal process 
orthophosphoric acid aqueous solution having an ortho- 
phosphoric acid concentration of from 75 to 89 wt%. An 
45 aqueous orthophosphoric acid solution having an ortho- 
phosphoric acid concentration of less than 50 wt% is not 
desirable, since water is so much that, after mixing for 
reaction, it takes time for drying. 
[0025] Further, in the present invention, instead of the 
50 phosphoric acid, an aqueous solution of ammonium 
monohydrogen phosphate may be employed, and an 
aqueous solution having ammonium phosphate added 
to an aqueous phosphoric acid solution, may also be 
employed 

55 [0026] In the present invention, for mixing melamine 
with phosphoric acid and sulfuric acid for reaction, it is 
possible to employ a mixing or stirring apparatus such 
as an automatic mortar, a universal mixer, a Henschel 



3 



f 



EP 0 930 652 A1 



mixer or a homogenizes 

[0027] Remarkable heat generation takes place by the 
mixing of melamine with phosphoric acid according to 
the present invention. Accordingly, in a case where the 
concentrations of phosphoric acid and sulfuric acid 
used, are high, the reaction product wfll be obtained in 
the form of a wet or dry powder due to evaporation of 
water during the mixing. To carry out the reaction uni- 
formly, the mixing or stirring apparatus is preferably a 
Henschel mixer having a shearing force. 
[0028] In the present invention, melamine and phos- 
phoric acid are mixed in such a ratio that the melamine 
is from 2.0 to 4.0 mote per mol of the phosphoric acid 
(as calculated as orthophosphoric acid content). 
[0029] At the time of mixing melamine with phosphoric 
acid, if the ratio of the melamine is less than 2.0 mols 
per mol of the phosphoric acid (as calculated as ortho- 
phosphoric acid content), the acid in the baked product 
tends to be excessive, and the acidity tends to be too 
strong, such being undesirable. On the other hand, if 
the ratio of the melamine exceeds 4.0 mote per mol of 
the phosphoric acid, the amount of melamine remaining 
in the final baked product tends to be too much, or vola- 
tilization of melamine during the baking tends to be too 
much, such being undesirable. 
[0030] In the present invention, the temperature for 
mixing and stirring the melamine with the phosphoric 
acid may be from 0 to 330°C, but it is preferably from 80 
to 1 50°C in order to efficiently carry out removal of water 
or to suppress volatilization of the melamine, The. total 
time for mixing and stirring may usually be from 10 min- 
utes to 2 hours, although it may depend also on the 
intensity of mixing. 

[0031] By the mixing of melamine with phosphoric 
acid according to the present invention, the melamine is 
reacted with phosphoric acid, to form a hydrous mela- 
mine phosphate. For the purpose of further improving 
water vapor resistance of the melamine • melam • me- 
I em double salt of a polyphosphoric acid, to increase the 
polymerization degree of the polyphosphoric acid, urea, 
as a condensing agent, may be added to the hydrous 
melamine phosphate. 

[0032] In the mixing of melamine with phosphoric acid 
according to the present invention, it has been surpris- 
ingly found that deposition of the reaction product on the 
apparatus is little. 

[0033] In the present invention, if required, for the pur- 
pose of preventing deposition, a colloidal silica powder 
may be added at the time of the mixing. 
[0034] As the colloidal silica powder, one having a pri- 
mary particle size of at most 100 nm, such as precipi- 
tated silica powder or pyrogenic silica powder, is 
preferred. And, one having a primary particle size of 
from 8 to 50 nm is more preferred, since it is readily 
available. 

[0035] In the present invention, the reaction product 
obtained by mixing melamine with phosphoric acid, is 
baked at a temperature of from 340 to 450°C, preferably 



from 340 to 430°C, for from 0. 1 to 30 hours, to obtain the 
desired baked product. 

[0036] In step (b) in the present invention, the reaction 
product is dehydrated to be anhydrous, and at the same 
5 time, the melamine in the form of a phosphate becomes 
to be a melamine • melam • melem composite as a 
result of desorption of an ammonia molecule from a part 
of the melamine. And, the phosphoric acid will undergo 
condensation to form a melamine • melam • melem dou- 
w ble salt of a polyphosphoric acid as the baked product. 
[0037] In a ratio of the melamine being at most 1 .0 mol 
per mol of the phosphoric acid (as calculated as ortho- 
phosphoric acid content), melamine polyphosphate or 
uttramelamine phosphate is formed in the baked prod- 
is uct obtained in step (b), as shown in Comparative 
Example i and the melamine • melam • melem double 
salt of a polyphosphoric acid desired in the present 
invention, can not be obtained. 

[0038] This is different from the description in A.C.S. 
20 Symposium Series No. 425 Tire and Polymers", chap- 
ter 15, p. 211-238, American Chemical Society, Wash- 
ington, D.C., 1990, that uKramelam phosphate is formed 
by heating melamine phosphate [melamine/phospho- 
rous atom = 1/1 (molar ratio)] at a temperature of from 
25 330to410°C. 

[0039] With respect to the melamine • melam • melem 
double salts of polyphosphoric acids, the detailed struc- 
tures are not clearly understood, but as a result of the 
differential thermal analysis, each compound is clearly 
30 different from the thermal decomposition behavior of a 
melamine salt such as melamine polyphosphate. It is 
considered that by the heating, a melamine • melam * 
melem double salt has been formed from the melamine 
salt 

as [0040] If the baking temperature is less than 340°C, 
formation of a melamine • melam • melem double salt 
tends to be inadequate, whereby the desired baked 
product can hardly be obtainable. If it exceeds 450°C, 
the decomposition rate of the melamine • melam • me- 
40 lem double salt of a polyphosphoric acid tends to be 
higher than the formation rate, thus leading to formation 
of ammonia and volatilization of melamine, melam and 
melem, such being undesirable. Further, the content of 
the phosphoric acid in the lormed product will increase, 
46 thus making the formed product acidic, such being 
undesirable. 

[0041] In the present invention, rf the baking time is 
less than 0.1 hour, formation of the desired baked prod- 
uct tends to be inadequate, and it may be longer than 30 
so hours, but if it exceeds 30 hours, such is not economi- 
cal. 

[0042] For the baking of the present invention, a hot 
air dryer, a rotary Win. a double-shaft type continuous 
kiln, af luidized-bed kiln. etc.. may be employed alone or 
55 in combination. By selectively removing ammonia 
formed by the condensation of melamine, while control- 
ling the efflux of melamine due to sublimation during the 
baking to a certain extent, melamine will effectively be 
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formed into melam or melem. Accordingly, the baking by 
a ridded porcelain or alumina pot is preferred. Further, a 
baking kiln of a type capable of stirring during the bak- 
ing, is more preferred, for uniform baking. Particularly, 
more preferred is a rotary Win or a fluidized-bed kiln, > 
capable of controlling the atmosphere, as baking can be 
carried out. while returning a sublimate of the melamine 
to the system, and discharging the formed ammonia out 
of the system. Further, baking can be carried out by an 
autoclave capable of controlling the pressure. 
[0043] The baked product of the present invention 
may be pulverized and classified, as the case requires, 
by a dry system pulverizer such a6 a mixer, a pin disk 
mill, a ball mill or a jet-o-mizer, or a dry system pulveri- 
zation classifier such as a counter jet mill or an iono- 
mlzer, to obtain a fine powder having an average 
particle size (a median diameter) of at most 20 urn, 
which is preferred tor an application as a flame retard- 
ant, more preferably an average particle size (a median 
diameter) of at most 10 |im. 

10044] Further, as a flame retardant, a pulverized 
product of the above baked product may be used, and a 
pulverized product adjusted by adding at most 25 wt% 
of an inorganic substance such as a silica powder or an 
inorganic basic, substance, per 100 parts by weight of 
the baked product of the present invention, may also be 
used. The addition may be carried out from room tem- 
perature to 450°C. 

Namely, the addition may be carried out before the com- 
pletion of the above baking, or the addition may be 
made to one cooled after completion of the baking. For 
such an addition, it is preferred to employ a mixing 
apparatus raving a shearing force such as a Henschel 
mixer, a hornogenizer or a homomixer. but a method of 
mixing by a V-type mixer or a universal mixer, followed 
by pulverization by a pulverizer such as a pin disk mill, a 
jet-o-mizer, a ball mill, a counter jet mill or an ionomizer, 
may also be employed. Also in such a case, by the pul- 
verization, it is possible to obtain a fine powder having 
an average particle size of at most 20 urn, preferably an 
average particle size of at most 10 jim. Further, after 
mixing at room temperature. rebaWng may be carried 
out at a temperature of from 340 to 450°C. 
[0045] Here, the above-mentioned inorganic sub- 
stance is a substance insoluble in water or having a low 
solubility. For example, magnesium hydroxide, alumi- 
num hydroxide, calcium hydroxide, calcium silicate, 
magnesium silicate, calcium carbonate, silica powder, 
talc or zinc oxide may, for example, be mentioned as a 
preferred example As such an inorganic substance, a 
commercially available one may be employed. 
[0046] The flame retardant comprising the above- 
mentioned inorganic substance and the baked product 
of the present invention, may be made to have a solubil- 
ity of from 0.01 to 0.10 g/1 00 ml in water (25°C) and a 
pH of from 4.0 to 8.0 as a 10 wt% aqueous slurry 
(25°C). 

[0047] In the present invention, methods for evaluation 



of samples are as follows. Here, as samples, the prod- 
ucts pulverized by a pin disk mill were employed. 

(1) Elemental analysis 

5 

(1) Carbon, nitrogen and hydrogen 

[0048] Measured by means of an apparatus for ele- 
mental analysis 2400 CHN elemental analyzer (Perkin- 
10 Elmer Corp.) 

(ii) Phosphorus 

[0049] Measured by a phosphorus vanadomoiybdate 
15 absorptiometry 

(2) Differential thermal analysis 

[0050] Measured by means of an apparatus for differ- 
20 errtial thermal analysis TG/DTA320U (manufactured by 
Seiko Instruments & Electronics, Ltd.). 

(Measuring conditions) 

25 [0051] 

Sample 11 mg, reference: a-alumina 11 mg, 
Measuring temperature range: 25-1000°C or 25- 
710°C. 

so Temperature raising rate: 10°C/min 

(3) Powder X-ray diffraction 

[0052] Measured by means of an apparatus for X-ray 
35 diffraction JEOL JDX-8200T (manufactured by JEOL 
Ltd.) (Anticathode: Cu-Ka) 

(4) Bulk specific gravity (loose apparent density) 

40 [0053] Measured by means of a powder tester (man- 
ufactured by Hosokawa Micron Corp.) 

(5) Average particle size 

45 [0054] The 50% volume diameter (median diameter) 
was taken as the average particle size. 
[0055] The 50% volume diameter (median diameter) 
was measured by means of a centrifugal sedimentation 
particle measuring apparatus SA-CP3 (manufactured 

so by Shimadzu Corporation). 

[0056] (Measuring conditions) Solvent: pure water 
(25°C) (6) pH of a 10 wt% aqueous slurry (25°C) 
[0057] Into a 300 ml beaker, 25 g of a sample was 
taken, and then, 225 ml (25°C) of pure water measured 

55 by a measuring cylinder, was added thereto. Then, a 
magnetic stirring element was put into the beaker, fol- 
lowed by stirring by a magnetic stirrer for 30 minutes to 
obtain a 10 wt% aqueous slurry. 
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[0058] Then, the above 10 wt% aqueous slurry was 
measured by means of a pH meter M-8AD (manufac- 
tured by Horiba Ltd.). 

(7) Solubility (30 minutes) in water (25°C) 

[0059] Into a 300 ml beaker, 5.00 g (a 9) of a sample 
was accurately weighed, and then, 250 ml (25°C) of 
pure water measured by a measuring cylinder, was 
added thereto. Then, under a constant temperature 
(25°C), a magnetic stirring element was put into the 
beaker, followed by stirring by a magnetic stirrer for 30 
minutes to obtain a slurry. The obtained slurry was suc- 
tion-filtered through a No. 5A filter paper which was pre- 
liminarily dried and had its weight accurately weighed. 
At that time, after once the filtration was.complete4.the 
filtrate was taken into a separate container, and with that 
filtrate, the slurry remaining in the beaker used for the 
preparation of the slurry, was washed and put onto the 
No. 5A filter paper which was used for the previous filtra- 
tion and on which the undissolved sample was 
attached. Thus, the undissolved sample was recovered 
substantially in the entire amount on the No. 5A fflter 
paper. 

[0080] Then, into a Petri dish having its weight accu- 
rately weighed, the No. 5A filter paper having the undis- 
solved sample recovered thereon, was put, and the 
Petri dish was put into a hot air dryer preliminarily 
heated to 80°C and dried for 5 hours. Thereafter, the 
Petri dish was immediately put jnto a cteiccator and left 
to cool. 

[0081] After coding, the total weight was measured, 
and the weights of the No. 5A filter paper and the Petri 
dish were subtracted from the total weight to obtain the 
amount of the undissolved sample (k g). 
[0082] The solubility (#100 ml) was obtained by a cal- 
culation formula of 100 • (a-b)/250 . 

(8) Solubility (24 hours) in water (25°C) 

[0083] Into a 300 ml beaker, 5.00 g (a g) of the sample 
was accurately weighed, and then. 250 ml (25°C) of 
pure water measured by a measuring cylinder, was 
added thereto. Then, under a constant temperature 
(25°C), a magnetic stirring element was put into the 
beaker, followed by stirring by a magnetic stirrer for 24 
hours to obtain a slurry. After the preparation of this 
slurry, the solubility (g/100 ml) was obtained in the same 
manner as for the solubility (30 minutes) in water 
(25°C). 

(9) Solubility (36 hours) in water (25°C) 

[0084] Into a 300 ml beaker, 5.00 g (a g) of a sample 
was accurately weighed, and then, 250 ml (25°C) of 
pure water measured by a measuring cylinder was 
added thereto. Then, under a constant temperature 
(25°C), a magnetic stirring element was put into the 



beaker, followed by stirring by a magnetic stirrer for 36 
hours to obtain a slurry. After the preparation of this 
sluny. the solubility (g/1 00 ml) was obtained in the same 
manner as for the solubility (30 minutes) in water 
5 (25°C). 

(10) High performance liquid chromatography 

[0065] Melamine, melam, melem, etc., as base com- 
10 ponents in a sample, were measured by a Ngh perform- 
ance liquid chromatography apparatus, Hitachi L-400 
(manufactured by Hitachi, Ltd.). As the column, a cation 
exchange resin type column was employed. 

is (Measuring conditions) 

[0066] 



20 



25 



30 



35 



40 



45 



50 



55 



Column: PATISIL 10-SCX (250 mm x 4.6 mm in 
diameter), 

Carrier solvent: 0.05 M, pH 3.7, phosphate butter 
solution, 

Carrier flow rate: 1 .5 ml/min. 
Oven temperature: 40°C, 

Method for detection: UV detection method (230 
nm), 

[0067] Preparation of a sample solution for measure- 
ment: 

5 mg of a sample was dissolved under heating in 49 
g of an aqueous orthcphosphoric acid solution hav- 
ing an orthophosphoric acid concentration of 85 
wt% and then diluted to 500 ml with pure water to 
obtain a sample solution for measurement. 

EXAMPLE 1 

Step (a) 

[0068] Into a 5 / universal mixer (made of stainless 
steel), 831 .6 g (6.6 mols) of melamine (manufactured by 
Nissan Chemical Industries, Ltd.) was taken, and 230.6 
g (orthophosphoric acid content: 2.0 mols) of an aque- 
ous orthophosphoric acid solution having an orthophos- 
phoric acid concentration of 85 wt% (manufactured by 
TOSOH CORPORATION) was added and mixed for 10 
minutes, with stirring. After completion of the addition, 
stirring was continued for further 30 minutes. The mela- 
mine was 3.3 mols per mol of the orthophosphoric acid 
content. By the addition of this aqueous orthophos- 
phoric acid solution, remarkable heat generation took 
place, and steam was generated. The obtained wet 
powder-like reaction product was 1034.5 g. 

Step (b) 

[0069] 500 g of the wet powder-like reaction product 
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obtained in step (a) was put into a stainless steel vat, 
and baking was carried out at 370°C in an electric fur- 
nace as baking of the first stage. The temperature rais- 
ing time was such that the temperature became 370°C 
in about 1 hour, and the baking temperature was main- s 
tained at 370°C tor 3 hours. Certain agglomeration 
takes place due to dehydration, and to prevent such 
agglomeration, when the temperature of the baked 
product became 370°C. ft was taken out, and the 
agglomerated one was disintegrated, whereupon the w 
baking was continued. By the baking, sublimation of 
melamine and formation of ammonia due to decomposi- 
tion of melamine were observed. Further, as the second 
stage, the temperature was raised to 380°C (tempera- 
ture raising time: 15 minutes), and maintained at 380°C is 
for 3 hours. By-the baking, sublirration of melamine and 
formation of ammonia due to decomposition of mela- 
mine were remarkably observed. As the baked product, 
322.1 g was obtained. 

[GQ7TJ] This baked product was cooled, and then pul- 20 
verization was carried out by a pin disk mill. The 
obtained pulverized product had powder characteristics 
such that the bulk specific gravity was 0.6 g/ml and the 
average particle size was 1 3 jim 

[G071] As a result of the high performance liquid chro- 25 
myography with respect to this baked product, the base 
components comprised melamine, melam and melem 
as the main components. Melamine/melam/melem = 
2.29/1.00/0.66 (molar ratio). 

[(0072] As a result of the elemental analysis, carbon so 
was 24.25 wr%, nitrogen was 51 .78 wt%, hydrogen was 
3.97 wt%, and phosphorus was 8.50 wt%. In the baked 
product, the ratio of the nitrogen atom was 1.84 mote 
per mol of the carbon atom, which agreed to the ratio of 
the nitrogen atom being 1 .86 mols per mol of the carbon ss 
atom as calculated from the result of the high perform- 
ance liquid chromatography. 

ROOTS] Melarrone/melarn/melern/^ho^horus atom = 
0.98/0.43/0.29A.O (molar ratio), as calculated from the 
molar ratio of melamine, melam and melem as the base 4C 
components in the high performance liquid chromatog- 
raphy and the results of carbon and phosphorus in the 
elemental analysis. 

[0074] As a result of a differential thermal analysis of 
this baked product, a rapid decomposition took place at * 
630°C, which was similar to the decomposition of a 
melam salt a melem salt or the like. This is dearly (Af- 
ferent from the thermal decomposition behavior of 
melamine polyphosphate, and this baked product is 
considered to be a melamine • melam • melem double s 
salt of a polyphosphoric acid. 

[0075] As a result of powder X-ray diffraction of this 
baked product the positions of peaks substantially 
agree with the peaks of melamine polyphosphate, but 
the peaks are broad and clearly not of melamine s 
polyphosphate. This melamine • melam • melem double 
salt of a polyphosphoric acid showed characteristic X- 
ray diffraction peaks as shown in Table 1 . 



Table 1 

Characteristic X-ray diffraction peaks of the 
melamine • melam • melem double salt of a 

polyphosphoric acid 

(anticathode: Cu-Ka) 



26(°) 


Intensity ratio (l/l) 


8.2 


16 


14.8 


70 


18.3 


58 


26.7 


100 



[0076] This Tbaked product had a pH of 6.72 as a 10 
wt% aqueous slurry (25°C). Further, the solubility (30 
minutes) in water (25°C) showed a very small value of 
0.03 g7100 ml. Likewise, the solubility (24 hours) in 
water (25°C) showed a very small value of 0.05 g/100 
ml. 

EXAMPLE 2 
Step (a) 

[0077] Into a 100 1 Henschel mixer (made of stainless 
steel). 15.12 kg (120 mols) of melamine (manufactured 
by Nissan Chemical Industries, Ltd.) was taken, and 
4612 g'(6rthbphosphoric acid content: 40 mols) of an 
aqueous orthophosphoric acid solution having an ortho- 
phosphoric acid concentration of 85 wt% (manufactured 
by TOSOH CORPORATION), was added and mixed in 
15 minutes with stirring. After completion of the addition, 
stirring was continued for further 30 minutes. The mela- 
mine was 3.0 mols per mol of the orthophosphoric acid 
content. By the addition of this aqueous orthophos- 
phoric acid solution, remarkable heat generation took 
place, and steam was generated. The obtained wet 
powder-like reaction product was 19.14 kg. 

Step (b) 

[0078] 19.1 4 kg of the wet powder-like reaction prod- 
uct obtained in step (a) was baked by a double-shaft 
type continuous kiln at 340°C as baking of the first 
stage. The temperature raising time was such that the 
temperature became 340°C in about 3 hours, and the 
baking temperature was maintained at 340°C for 4 
hours. By the baking, sublimation of melamine and for- 
mation of ammonia due to decomposition of melamine 
were observed. As an intermediate baked product, 15.3 
kg was obtained. 

[0079] Further, as the second stage, the temperature 
was raised to 380°C (temperature raising time: 1 hour) 
by a cylindrical fluidized-bed kiln, and maintained at 
380°C for 1 hour to bake 3.0 kg of the intermediate 
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melamine was deposited on the wall of the furnace, the 
sublimate of melamine attached on the wall was peeled 
off by baked f luidized particles, and the melamine was 
returned into the kiln, whereby the efflux of the mela- 
5 mine due to sublimation was controlled. Accordingly, 
certain sublimation of melamine and formation of 
ammonia due to decomposition of melamine were 
observed. As a baked product. 2.8 kg was obtained. 
[0088] This baked product was cooled, and then pul- 
10 verization was carried out by a pin disk mill The 
obtained pulverized product had powder characteristics 
such that the bulk specific gravity was 0.6 g/ml, and the 
average particle size was 12 urn. 
[0089] As a result of the high performance liquid enro- 
ls matography with respect to the obtained baked product, 
the base components comprised melam and melem as 

ttTrraTrTcW present as a 

minor component. Melamine/melam/melem = 
0.54/1.00/1.02 (molar ratio). 
20 [0090] As a result of the elemental analysis, carbon 
was 22.36 wt%, nitrogen was 47.56 wt%, hydrogen was 
3.1 1 wt%, and phosphorus was 1 1 -2 wt%. 
[0091] Meiamine/melam/melem/jphosphorus atom = 
0.21/0.38/0.39/1.0 (molar ratio), as calculated from the 
25 molar ratio of rrielaiTiine, melam and melem as the base 
components in the high performance liquid chromatog- 
raphy and the results of carbon and phosphorus in the 
elemental analysis. 

[0092] As a result of a differential thermal analysis of 
30 this baked product, a rapid decomposition took place at 
around 600°C, which was similar to the decomposition 
of a melam salt, a melem salt or the like. This is clearly 
different from the thermal decomposition behavior of 
melamine polyphosphate, and this baked product is 
35 considered to be a melamine • melam • melem double 
salt of a polyphosphoric acid. 

[0093] As a result of powder X-ray diffraction of this 
baked product, the positions of peaks substantially 
agree with the peaks in Example 1. 

40 [0094] This baked product had a pH of 4.72 as a 10 
wt% aqueous slurry (25°C). Further, the solubility (30 
minutes) in water (25°C) shewed a very small value of 
0.03 g/100 ml. Likewise, the solubility (24 hours) in 
water (25°C) showed a very small value of 0.05 g/100 

46 ml. 



baked product obtained in the baking of the first stage. 
By the baking, sublimation of melamine and formation 
of ammonia due to decomposition of melamine were 
remarkably observed. As a baked product, 2.7 kg was 
obtained. 

[0080] This baked product was cooled, and then, pul- 
verization was carried out by a pin disk mill. The 
obtained pulverized product had powder characteristics 
such that the bulk specific gravity was 0.6 g/ml and the 
average particle size was 13 um. 
[0081 ] As a result of the high performance liquid chro- 
matography with respect to this baked product the base 
components comprised melamine and melam as the 
main components, and melem was present as a minor 
component. Melamine/melam/melem = 1.S0/1.00/0.18 

.(molar ratio)... »•* .«...•<*- ~ ; , ..r^^ « ■ «■ » n ». ^ jwm » ^> « ^. . 
[0082] As a result of the elemental analysis, carbon 
was 21 .77 wt%. nitrogen was 46.67 wt%, hydrogen was 
5.86 wt% and phosphorus was 9.70 wt%. The ratio of 
the nitrogen atom was 1.84 mols per mol of the carbon 
atom in the baked product 

[0083] Melamineymelam7mdem/phosphorus atom = 
0.84/0.44/0.08/1.0 (molar ratio), as calculated from the 
molar ratio of melamine, melam and melem as the base 
components in the high performance liquid chromatog- 
raphy and the results of carbon and phosphorus in the 
elemental analysis. 

[0084] As a result of a differential thermal analysis of 
this baked product, a rapid decomposition took place at 
around 600°C, which was similar to the decomposition 
of a melam salt a melem salt or the like. This is clearly 
different from the thermal decomposition behavior of 
melamine polyphosphate, and this baked product is 
considered to be a melamine • melam • melem double 
saft of a polyphosphoric acid. 

[0085] . As a result of. powder X-ray diffraction of this 
baked product, the positions of peaks substantially 
agree with the peaks in Example 1 . 
[0CS5] This baked product had a pH of 4.18 as a 10 
wt% aqueous slurry (25°C). Further, the solubility (30 
minutes) in water (25°C) showed a very small value of 
0.03 g/100 ml. Likewise, the solubility (24 hours) in 
water (25°C) showed a very small value of 0.05 g/100 
ml. 

EXAMPLE 3 
Step(b) 

[0087] 3.0 kg of the intermediate baked product 
obtained in the baking of the first stage in step (b) in 
Example 2, was baked in such a manner that by using a 
cylindrical fluidized-bed Win, the temperature was 
raised to 390°C (temperature raising time: 1 hour), and 
maintained at 390°C for 1 hour, as baking of the second 
stage in stage (b). At the time of this baking, the holding 
temperature at the upper edge of the cylindrical fluid- 
ized-bed Win was decreased so that a sublimate of 



EXAMPLE 4 
Step (a) 

[0095] Into a 10 / Henschel mixer (made of stainless 
steel), 1260 g (10 mols) of melamine (manufactured by 
Nissan Chemical Industries, Ltd.) was taken, and 461 .2 
g (orthophosphoric acid content: 4.0 mols) of an aque- 
ous orthophosphoric acid solution having an orthophos- 
phoric acid concentration of 85 wt% (manufactured by 
TOSOH CORPORATION) was added and mixed in 10 
minutes with stirring. After completion of the addition, 
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stirring was continued for further 30 minutes. The mela- 
mine was 2.5 mols per mol of the orthophosphoric acid 
content. By the addition of the aqueous orthophos- 
phoric acid solution, remarkable heat generation took 
place, and steam was generated. The obtained wet 
powder-like reaction product was 1670 g. 

Step (b) 



[0096] 500 g of the wet powder-like reaction product 
obtained in step (a) was put into a lidded alumina pot, 
and baking was earned out at 390°C in an electric fur- 
nace. The temperature raising time was such that the 
temperature became 3S0°C in about 1 hour, and the 
temperature was maintained at 390°C for 6 hours. By 
the baking, sublimation of melamine and formation of 
ammonia due to decomposition of melamine were 
observed. As the baked product, 335.6 g was obtained. 
[0097] This baked product was cooled, and then pul- 
verization was carried out by a pin disk mill. The 
obtained pulverized product had powder characteristics 
such that the bulk specific gravity was 0.6 g/ml and the 
average particle size was 13 jim. 
[0038] As a result of the high performance liquid chro- 
matography with respect to this baked product, the base 
components comprised melam and melem as the main 
components, and melamine was present as a minor 
component MelamineAmelam/melem « 0.63/1.00/0.86 

(molar ratio). 

[0099] As a result of the elemental analysts, carbon 
was 24.97 wt%, nitrogen was 52.41 wt%, hydrogen was 
3.29 wt%, and phosphorus was 8.70 wt%. 
[01®0] MelantineAnelam/meiem/phosphorus atom 
0.37/0.57/0.48A.O (molar ratio), as calculated from the 
molar ratio of melamine. melam and melem as the base 
components in the high performance liquid chromatog- 
raphy and the results of carbon and phosphorus in the 
elemental analysis. 

[0101] , As a result of a differential thermal analysis of 
this baked product, a rapid decomposition took place at 
around 600°C, which was similar to the decomposition 
of a melam salt, a melem salt or the like. This is clearly 
different from the thermal decomposition behavior of 
melamine polyphosphate, and this baked product is 
considered to be a melamine •melam -melem double 
salt of a polyphosphoric acid. 

[0102] As a result of powder X-ray diffraction of this 
baked product the positions of peaks substantially 
agree with the peaks in Example 1 . 
[0103] This baked product had a pH of 6.76 as a 10 
wt% aqueous slurry (25°C). Further, the solubility (30 
minutes) in water (25°C) showed a very small value of 
0.03 g/100 ml. Likewise, the solubility (24 hours) in 
water (25°C) showed a very small value of 0.05 g/100 
ml. 



EXAMPLE 5 
Step (b) 

5 [01 04] 500 g of the wet powder-like reaction product 
obtained in step (a) in Example 4 was put into a lidded 
alumina pot and baking was carried out in an electric 
furnace at 420°C. The temperature raising time was 
such that the temperature became 420°C in about 1 
10 hour, and the temperature was maintained at 420°C for 
6 hours. By the baking, sublimation of melamine. and 
formation of ammonia due to decomposition of mela- 
mine were observed. As the baked product, 332.5 g 
was obtained. 

is [01 05] This baked product was cooled, and then, pul- 
verization was carried out by a pin disk mill. The 
"'obtaJnedpuiv^ 

such that the bulk specif ic gravity was 0.6 g/ml and the 
average particle size was 12 pm. 
20 [01 06] As a result of the high performance liquid chro- 
matography with respect to the baked product, the base 
components comprised melam and melem as the main 
components, and melamine was present as a minor 
component Melamine/melam/melem = 0.15/1.00/1.50 

25 (molar ratio). 

[0107] As a result of the elemental analysis, carbon 
was 24.64 wt%. nitrogen was 50.04 wt%, hydrogen was 
2.70 wt%, and phosphorus was 8.80 wt%. 
[0108] Melamine/melam/melem/phosphorus atom = 
3D 0.07/0.47/0.70/1 .0 (molar ratio), as calculated from the 
molar ratio of melamine, melam and melem as the base 
components in the high performance liquid chromatog- 
raphy and the results of carbon and phosphorus in the 

elemental analysis. 
35 [01 09] As a result of a differential thermal analysis of 
this baked product a rapid decomposition took place at 
around 600°C, which was similar to the decomposition 
of a melam salt, a melem salt or the like. This is clearly 
different from the thermal decomposition behavior of 
40 melamine polyphosphate, and this baked product is 
considered to be a melamine • melam • melem double 
salt of a polyphosphoric acid. 

[0110] As a result of powder X-ray diffraction of this 
baked product, the positions of peaks substantially 
45 agree with the peaks in Example 1 . 

[0111] This baked product had a pH of 5.32 as a 10 
wt% aqueous slurry (25°C). Further, the solubility (30 
minutes) in water (25°C) showed a very small value of 
0.03 g/100 ml. Likewise, the solubility (24 hours) in 
so water (25°C) showed a very small value of 0.05 g/100 
ml. 



COMPARATIVE EXAMPLE 1 



55 Step (a) 



[0112] Into a 5 / universal mixer (made of stainless 
steel), 504 g (4.0 mols) of melamine (manufactured by 
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Nissan Chemical Industries, Ltd.) was taken, and 461.2 
g (orthophosphoric acid content: 4.0 mols) of an aque- 
ous orthophosphoric acid solution having an orthophos- 
phoric acid concentration of 85 wt% (manufactured by 
TOSOH CORPORATION) was added and mixed in 10 
minutes with stirring. After completion of the addition, 
stirring was continued for further 30 minutes. The mela- 
mine was 1.0 mol per mol of the orthophosphoric acid 
content By the addition of the aqueous orthophos- 
phoric acid solution, remarkable heat generation took 
place, and steam was generated. The obtained wet 
powder-like reaction product was 945 g. The obtained 
wet powder-like reaction product was put into a stain- 
less steel vat, and mixing was carried out under heating 
at 31 0°C in an electric furnace. The temperature raising 
time was such that the temperature became 310°C in 
about 1 hour, and the temperature was maintained at 
310°C for 4 hours. Certain agglomeration takes place 
due to dehydration, and to prevent such agglomeration, 
when the temperature became 310°C, the reaction 
product was taken out and the agglomerated one was 
disintegrated, whereupon the heating was continued. 
690 g of a powder-like reaction product was obtained. 

Step(b) 

[0113] 500 g of the powder-like reaction product 
obtained in step (a) was put in a lidded alumina pot and 
the temperature was raised to 380°C (temperature rais- 
ing time: 1 hour), and maintained at 380°C for 4 hours. 
By the baking, siMimation of meiamTHe' and formation 
of ammonia due to decomposition of melamine were 
observed. As the baked product. 237 g was obtained. 
[01114] This baked product was cooled, and then, pul- 
verization was carried out by a pin disk mill. The 
obtained pulverized product had powder characteristics 
such that the bulk specific gravity was 0.60 g/ml and the 
average particle size was 14 urn. 
[01 1 5] As a result of the high performance liquid chro- 
matography with respect to this baked product the base 
component comprised melamine alone. As a result of 
the elemental analysis, carbon was 4.40 wt%. nitrogen 
was 10.1 1 wt%, hydrogen was 3.29 wt%, and phospho- 
rus was 32.8 wt%. In the baked product, the ratio of the 
nitrogen atom was 2.0 mols per mol of the carbon atom, 
which apparently agreed substantially to the ratio (theo- 
retical value) of the nitrogen atom in melamine. 
[01 16] The result of the differential thermal analysis of 
this baked product agreed with the thermal decomposi- 
tion behavior of melamine polyphosphate. This baked 
product had an excessive phosphoric acid content due 
to thermal decomposition of melamine, and accordingly, 
it had a low pH of 1.56 as a 10 wt% aqueous slurry 
(25°C). 

INDUSTRIAL APPLICABILITY 

[0117] The baked products obtained by the present 



invention were confirmed to be a melamine • melam • 
melem double salts of polyphosphoric acids by the ele- 
mental analyses, the powder X-ray diffraction and the 
differential thermal analyses. 

e [01 1 8] The melamine • melam • melem double salts of 
polyphosphoric acids of the present invention, are 
excellent in heat resistance and water resistance and 
also excellent in the powder characteristics such as pul- 
verizability, dispersibility and flowabirrty. Further, such 

10 melamine • melam • melem double salts of polyphos- 
phoric acids have high melamine, melam and melem 
decomposition temperatures, and the temperature for 
desorbing (volatilization) of phosphoric acid are lower 
than melamine polyphosphate. Accordingly, the baked 

is products of the present invention will show very high 
flame retardancy when used alone or in combination 
with other phosphorus-type flame retardants. 
[0119] Melamine • melam • melem double salts of 
polyphosphoric acids, according to the present inven- 

20 tion, are useful as flame retardants tor a wide range of 
resins including thermosetting resins such as phenol 
resins, epoxy resins, polyurethanes and unsaturated 
polyesters, thermoplastic resins such as polyamides, 
aromatic polyamides, polyethylene oxides, pdycar- 

25 Donates, polyolefms (such as polyethylene, polypropyl- 
ene and polystyrene), polyphenylene ethers, modified 
polyphenylene ethers, rubber-modified styrene acrylo- 
nitrile-butadiene-styrene (ABS), polyesters, polysul- 
fones, polybutylene terephthalates and polyvinyl 

30 chlorides, and their copolymers and alloys. Further, they 
are useful as flame retardants for e.g. molded products 
of these resins, resin-containing coating materials or 
adhesives, fibers and fiber products. 
[01 20] The melamine • melam • melem double salts of 

35 polyphosphoric acids, according to the present inven- 
tion, can be used in combination with those which are 
commonly used for the production of plastic materials, 
such as reinforcing agents, heat stabilizers, photo stabi- 
lizers, antioxidants, antistatic agents, pigments, fillers, 

40 lubricants, plasticizers or coupling agents for glass fib- 
ers, carbon fibers or potassium titanate whiskers. Fur- 
ther, the baked products of the present invention can be 
used in combination with other phosphorus type flame 
retardants, bromine type flame retardants or inorganic 
45 type flame retardants such as aluminum hydroxide or 
magnesium hydroxide. 

[01 21 ] Further, the melamine • melam • melem double 
salts of polyphosphoric acids, according to the present 
invention, can be used also as resin stabilizers in addi- 
50 tion to flame retardants. 

Claims 

1. A melamine • melam • melem double salt of a 
55 polyphosphoric acid, which has a solubility of from 
0.01 to 0.10 g/1 00 ml in water (25°C), a pH of from 
4.0 to 7.0 as a 10 wt% aqueous slurry (25°C), and 
a melamine content of from 0.05 to 1.00 mol. a 
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melam content of from 0.30 to 0.60 mol and a 
melem content of from 0.05 to 0.80 mol. per mol of 
the phosphorous atom. 

2. The melamine* melam • melem double salt of a 
polyphosphoric acid acoording to Claim 1, which 
has a melamine content of from 0.05 to 0.40 mol, a 
melam content of from 0.30 to 0.60 mol and a 
melem content of from 0.30 to 0.80 mol, per mol of 
the phosphorous atom. 

3. A process for producing a melamine • melam • me- 
lem double salt of a polyphosphoric acid which has 
a solubility of from 0.01 to 0.10 g/100 ml in water 
(25°C), a pH of from 4.0 to 7.0 as a 10 wt% aque- 
ous slurry (25°C), and a melamine content of from 
0.05 to 1 .00 mol, a melam content of from 0.30 to 
0.60 mol and a melem content of from 0.05 to 0.80 
mol, per mol of the phosphorous atom, which proc- 
ess comprises the following steps (a) and (b): 

(a) a step of obtaining a reaction product by 
mixing melamine and phosphoric acid at a tem- 
perature of from 0 to 330°C in such a ratio that 
the melamine is from 2.0 to 4.0 mols per mol of 
the phosphoric acid (as calculated as ortho- 
phosphoric acid content), and 

(b) a step of baking the reaction product 
obtained in step (a) at a temperature of from 
340 to 450°C for from 0.1 to 30 hours. 



4. 



acid solution having an orthophosphoric acid con- 
centration of at least 50 wt%. 

6. The process for producing a melamine • melam • 
melem double salt of a polyphosphoric acid accord- 
ing to Claim 3 or 4, wherein in step (a), the mixing is 
carried out at a temperature of from 80 to 1 50°C. 



w 



A process for producing a melamine • melam • me- 
lem double salt of a polyphosphoric acid which has 
a solubility of from 0.01 to 0.10 g/100 ml in water 
(25°C), a pH of from 4.6 to 7.0 as a 10 wt% aque- 
ous slurry (25°C), and a melamine content of from 
0.05 to 0.40 mol, a melam content of from 0.30 to 
0.60 mol and a melem content of from 0.30 to 0.80 
mol, per mol of the phosphorous atom, which proc- 
ess comprises the following steps (a) and (b): 

(a) a step of obtaining a reaction product by 
mixing melamine and phosphoric acid at a tem- 
perature of from 0 to 330°C in such a ratio that 
the melamine is from 2.0 to 4.0 mols per mol of 
the phosphoric acid (as calculated as ortho- 
phosphoric acid content), and 

(b) a step of baking the reaction product 
obtained in step (a) at a temperature of from 
340 to 450°C for from 0.1 to 30 hours, while 
returning a sublimate of melamine to the sys- 
tem, and discharging formed ammonia out of 
the system. 



5, The process for producing a melamine • melam • 
melem double salt of a polyphosphoric acid accord- 
ing to Claim 3 or 4, wherein in step (a), the 
phosphoric acid is an aqueous orthophosphoric 
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